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more exposed in the quarry face, and with 20 feet of white or yel-
lowish white sand that was not .quarried on account of its brittleness.

This quarry is further located on the Sand Lick road.

HOPKINS COUNTY.
DAWSON SPRINGS.

It seems impracticable to discuss the glass sands of Hopkins
County without including some of the glass sands of Caldwell County,
because the formation is continuous from the Dawson Springs area
southward toward Princeton in Caldwell County. The Tradewater
River makes the boundary between the two counties.

Glass sands occur as a consolidated sandstone about one-fourth
mile south of Dawson Springs and on either side of the Illinois Cen-
tral Railroad. In the first rock cut south of the station there is a pro-
nounced fault in the rocks and no commercial glass sands wiere
recognized north of this fault.

The tunnel on the Illinois Central Railroad one-fourth mile below
Dawson Springs passes thru the sandstone that is considered a
fairly satisfactory 'glass sand. Both north and south of the tunnel
the sandstone is yellowish white, being slightly banded with iron
stained layers of quartz. Samples could be and were .collected that
were almost a pure white. The analysis of samples sent to the
State Experiment Station will reveal whether this is simply an iron
oxide stain or whether there is an appreciable iron content in the
sandstone. The whitest of this sand occurs just south of the tunnel,
and on the left of the Illinois Central Railroad, and furthermore
between the railroad and the cave some SO or 40 rods to the left of
the railroad. This sand is very satisfactory for the manufacture of
glass.

The same formation extends a long distance .beyond the cave with
sufficient freedom from iron to 'be used as a glass sand. It also
extends southward toward Claxton on the Illinois Central Railroad
for a distance of at least 5 miles. Quartz peObitoles are sometimes
found in this friable sandstone. These pebbles strongly suggest
that these white and yellowish white sandstones belong to the Potts-
ville series and are of Pennsylvanian age. The supply of glass sand
here is practically inexhaustible. The Tradewater River would fur-
nish all the water needed to wash the sand. The Illinois Central
Railroad passes thru the glass sand deposit.

On the farm of. Travis H. O'Brien about 200 yards from the
village line and three-fourths of a mile from the railroad station
there occurs a large deposit of yellowish sand that has been ex-
tensively used for plaster, mortar, cement, and concrete. Accord-
ing to Mr. O'Brien this sand covers 40 acres and a test hole went
dawn thru 100 feet of sand without striking bottom. For glass sand
this material would require careful washing.s. 23).es on the surface wheres a fuel in the
